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NATIONAL FOREWORD 

This Indian Standard (Part 3) which is identical with ISO 7482-3 : 2005 'Raw goat skins — Part 3: Guidelines 
for grading on the basis of defects' issued by the International Organization for Standardization (ISO) was 
adopted by the Bureau of Indian Standards on the recommendation of the Leather, Tanning Materials and 
Allied Products Sectional Committee and approval of the Chemical Division Council. 

The text of ISO Standard has been approved as suitable for publication as an Indian Standard without 
deviations. Certain conventions are, however, not identical to those used in Indian Standards. Attention is 
particularly drawn to the following: 

a) Wherever the words 'International Standard' appear referring to this standard, they should be read as 
'Indian Standard'. 

b) Comma (,) has been used as a decimal marl<er in the International Standard while in Indian Standards, 
the current practice is to use a point (.) as the decimal mariner. 
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Indian Standard 
RAW GOAT SKINS 

PART 3 GUIDELINES FOR GRADING ON THE BASIS OF DEFECTS 



1 Scope 

This part of ISO 7482 prescribes guidelines for the classification of raw or cured, trimmed goat skins on the 
basis of visually apparent defects. 



2 Normative references 

The following referenced documents are indispensable for the application of this document. For dated 
references, only the edition cited applies. For undated references, the latest edition of the referenced 
document (including any amendments) applies. 

ISO 7482-1 , Raw goat skins — Part 1: Descriptions of defects 



3 Terms and definitions 

For the purposes of this document, the following terms and definitions apply in addition to those in ISO 7482-1 . 

3.1 
curing 

treatment to protect the skin against harmful influences from the time of flaying until it is put in tannery 
processing 

3.2 
defect 

general term for any damage, from whatever cause, to raw or cured skins and likely to reduce the quality of 
the leather produced from them 

3.3 
fallen skin 

skin from an un-bled or improperly bled carcass 

3.4 
goat skin 

outer covering from an animal of the caprine genus 

3.5 

latent defects 

defects hidden by hair and only discovered after hair removal, e.g. puller or clamp or other mechanical 
damage 
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3.6 
pattern 

shape or contour of a flayed skin when laid flat, as determined by the position, length and direction of the 
ripping cuts made during flaying 

3.7 
preservation 

synonym for curing 

3.8 
ripping 

cutting open of the carcass of an animal along the belly from the neck-end to the tail-end and along the legs 

3.9 
trimming 

operation of giving shape to a skin with its ultimate use in mind 



4 Trimming 

4.1 The trim of goat skins shall comply with the following requirements. The skin shall be presented: 

a) without the head, with the legs cut immediately above the knee or the hock, and with a short tail; 

b) without the scrotum, udder, anus or navel; 

c) without adhering fat or meat. 

4.2 The bleeding-cut, belly-cut and teg-cuts shall be directly in the centre of the throat, belly and legs. 

5 Preservation 

5.1 For the purposes of this part of ISO 7482, the following preservation methods are accepted: 

— drying by hanging in the shade; 

— salting; 

— brining; 

— dry-salting; 

— cooling. 

5.2 It is generally accepted that raw or green skins may also be classified in accordance with this part of 
ISO 7482. 

6 Grading on the basis of defects 

6.1 General 

This part of ISO 7482 classifies goatskins into four grades on the basis of defects reasonably ascertainable at 
the time of grading. 
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6.2 Defects 

For the purposes of this part of ISO 7482, defects are divided into six groups: 

6.2.1 Defects related to the health of the animal 

l\/larl<s left by disease, marks left by anthrax, tumours, abscesses, etc. 

6.2.2 Defects related to animal identification practices 

Brand marks produced by hot iron, by chemicals (paint, dyestuff), freeze-branding, etc. 

6.2.3 Defects from insects or parasites 

Marks caused by lice, worms, mange, ticks, etc. 

6.2.4 Defects due to open or cicatrized wounds 

a) Defects caused when the animal was alive: 

bruises, scratches, tears, injuries, horn rake, wire damage, etc. 

b) Defects caused during flaying: 

holes, cuts, scores, corduroy, gash gauges, etc. 

6.2.5 Defects due to preservation faults 

Putrefaction, chemical stains, hair slip, red heat, etc. 

6.2.6 Defects coming from dirt 

Dung, urine stains, seeds, prickles, sand, dust, etc. 

6.3 Grading of skins 

The following four grades shall be used for the classification of goatskins on the basis of defects: 

6.3.1 First grade 

Skins classified as first grade shall conform to the following requirements: 

a) no visible defects in the central part of the skin; 

b) no sign of putrefaction; 

c) free from dirt; 

d) at the periphery of the skin or on the legs or tail, ONLY ONE of the following defects is accepted: 

1 ) a few defects caused by diseases, 

2) a few defects from parasites, 

3) a few brand marks, 

4) one open or cicatrized wound. 
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6.3.2 Second grade 

Skins classified as second grade sinaii meet tine foiiowing criteria: 

a) in addition to defects at tine periphery of the skin or on the legs or tail as mentioned for first grade skins, 
the following defects are accepted on the shoulder or belly: 

1 ) a few defects caused by diseases, 

2) a few defects from parasites, 

3) one brand mark, 

4) one open or cicatrized wound; 

b) in addition, traces of putrefaction are accepted; 

c) some dirt is accepted at the periphery of the skin or on the legs or tail. 

6.3.3 Third grade 

Skins classified as third grade shall meet the following criteria: 

a) in addition to the defects mentioned for the second grade, the following defects are accepted in 
low/medium concentration in the best part of the skin (the butt): 

1 ) a few defects caused by diseases, 

2) a few defects from parasites, 

3) one brand mark, 

4) open or cicatrized wounds; 

b) in addition, a few traces of putrefaction are accepted; 

c) some dirt is accepted except in the best part of the skin (the butt). 

None of the defects mentioned shall cover more than 25 % of the total area of the skin. 

6.3.4 Fourth grade 

Skins classified as fourth grade shall meet the following criteria: 

The defects mentioned for the third grade are accepted in low/medium concentration on the skin provided they 
do not cover more than 40 % of the total skin area. 

6.3.5 Rejects 

All skins presenting more defects than those accepted for the fourth grade and skins of which more than 50 % 
of the area cannot be transformed into leather are classified as rejects. 

The following skins shall also be classified as rejects: 

— fallen skins; 

— untrimmed or poorly trimmed skins; 

— ground and ball-dried skins; 

— smoked skins. 
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7 Tabular and graphical representation of the classification system 

7.1 Table 1 summarizes the grades according to tine defects, tineir iocation, tineir concentration and their 
depth and surface area. An explanation of the code-numbers used is given in Tabie 2. 









Table 1 — Classification grades 














Defects due to: 






Grade 




diseases, 
tumours, etc. 


brand 

marks, 

paint, etc. 


insects, 

parasites, 

etc. 


wounds, holes, 

cuts, scratches, 

etc. 


putrefaction, 

hair slip, red 

heat, etc. 


dirt, dung, 

urine, seeds, 

sand, etc. 


1st 


Location 


1-2 


1-2 


1-2 


1 










Concentration 


1 


1 


1 


1 










Depth 


1 


1 


1 


1 










Surface area 


1 


1 


1 


1-2 


— 





2nd 


Location 


3 


3 


3 


2-3 


1-2 


1-2 




Concentration 


1 


1 


1 


1 


1 


1 




Depth 


1 


1 


1 


1 


1 


— 




Surface area 


1 


1 


1 


1-2 


1 


1 


3rd 


Location 


3-4 


3-4 


3-4 


3-4 


3 


3-4 




Concentration 


2 


2 


2 


2 


2 


1 




Depth 


2 


2 


2 


2 


2 


— 




Surface area 


1 


1 


1 


1-2 


1 


1 


4th 


Location 


3-4 


3-4 


3-4 


3-4 


3-4 


3-4 




Concentration 


2 


2 


2 


2 


2 


2 




Depth 


2 


2 


2 


2 


2 


2 




Surface area 


1-2 


1 


1-2 


1-2 


1-2 


1-2 





Table 2 


— Explanation of code-numbers used in Table 1 









1 


2 


3 


4 


Location 


Nowhere 


Periphery 


Legs, tail, cheeks 


Shoulder, belly 


Central part 


Concentration 


None 


Low 


IVIedium 


High 




Depth 




Superficial 


Through 






Surface area 




Grain 


Flesh 







7.2 Figures 1, 2, 3 and 4 show graphical representations of the first, second, third and fourth grades, 
respectively. 
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Figure 1 — First grade goatskins 



IS/ISO 7482-3 : 2005 



Key 

A health diseases, tumours, etc. 

B marks brands, paints, etc. 

C insectes, parasites, etc. 

D wounds, holes, cuts, etc. 

E putrefaction, hair slip, red heat, etc. 

F dirt, dung, urine, seeds, sand, etc. 

no defects allowed 



Figure 1 (continued) 
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Figure 2 — Second grade goatskins 
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Key 

A diseases, tumours, etc. 

B brand marks, paint, etc. 

C insects, parasites, etc. 

D wounds, lioies, cuts, scratches, etc. 

E putrefaction, liair slip, red lieat, etc. 

F dirt, dung, urine, seeds, sand, etc. 



Figure 2 {continued) 
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Figure 3 — Third grade goatsl<ins 
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Key 

A diseases, tumours, etc. 

B brand marks, paint, etc. 

C insects, parasites, etc. 

D wounds, lioies, cuts, scratches, etc. 

E putrefaction, liair slip, red lieat, etc. 

F dirt, dung, urine, seeds, sand, etc. 



Figure 3 {continued) 
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D 












Figure 4 — Fourth grade goatskins 
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Key 

A diseases, tumours, etc. 

B brand marks, paint, etc. 

C insects, parasites, etc. 

D wounds, lioies, cuts, scratches, etc. 

E putrefaction, liair slip, red lieat, etc. 

F dirt, dung, urine, seeds, sand, etc. 



Figure 4 {continued) 
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Bureau of Indian Standards 

BIS is a statutory institution establislned under the Bureau of Indian Standards Act, 1986 to promote 
harmonious development of the activities of standardization, marking and quality certification of 
goods and attending to connected matters in the country. 

Copyright 

BIS has the copyright of all its publications. No part of the these publications may be reproduced in 
any form without the prior permission in writing of BIS. This does not preclude the free use, in the 
course of implementing the standard, of necessary details, such as symbols and sizes, type or grade 
designations. Enquiries relating to copyright be addressed to the Director (Publications), BIS. 

Review of Indian Standards 

Amendments are issued to standards as the need arises on the basis of comments. Standards are 
also reviewed periodically; a standard alongwith amendments is reaffirmed when such review indicates 
that no changes are needed; if the review indicates that changes are needed, it is taken up for revision. 
Users of Indian Standards should ascertain that they are in possession of the latest amendments or 
edition by referring to the latest issue of 'BIS Catalogue' and 'Standards: Monthly Additions'. 

This Indian Standard has been developed from Doc No.: CHD 17 (161 1). 
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